ANALYSIS OF COAL AND COKE.

75

off and washed with hot water. Some bromine water
is now added to the filtrate from the magnesia, in order
to convert all the sulphur into H2 SO4. The filtrate is
acidified with H Cl, some Ba C12 added and the bromine
boiled off. The barium sulphate is then filtered off and
determined as usual.